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L- invention a pout objet de nouvelles compositions cosmetiques ou 
dennopharmaceutlques sous forme de gels aqueux modifies par addition de 
microspheres expansSes. 
5 On salt que dans la preparation de compositions cosmetiques ou 

demopharmaceutiquea. on utilise souvent des compositions sous forme 
d' Emulsions, teUes que des crimes. Les emulsions, qui peuvent etre du type 
eau-dana-l'hulle ou huile-dans-l'eau, sont constitutes de deux phases non 
misclbles et d'un tensio-actlf dont le rSle est de stabiliser I4 dispersion 
10 de I'une des phases, ou phase dispersfie. dans la phase continue. 

De telles Emulsions sont gfindralement onctueuses. Toutefois, en 
fonctlon de la quantity et de la qualltd d'huile empioyfie, I'utlllsateur 
peut ressentir un effet gras plus ou moins desagreable, voire un effet 
collant. En outre. I'fimulsionnant. dont la presence est necessaire pour 
15 stabiliser I'emulslon. peut s'av4rer plus ou moins irritant pour la peau. 

Par ailleurs, certainea compositions cosmetiques ou dennopharma- 
ceutlques sont pr4sent£es sous forme de gels aqueux. On salt qu'un gel est 
un dtat intermddlalre entre I'etat solide et I'etat liquide. 

On admec qu'un gel est constitud par un riseau trldlmensionnel de 
20 molecules qui retlent dans ses mailles une quantity importante de solvant. 
La formation d'un tel reseau constitue la gSlification. Selon la nature du 
solvant, on obtient des hydrogels ou organogels. 

Un des interSts de 1' utilisation de compositions sous forme 
d' hydrogels est que ceux-cl apportent une agreable sensation de fraicheur k 
25. I'application, sans effet gras ddplalsant. Toutefois, 11 apparalt un effet 
collant et un effet de tension da la peau. pendant une application avec 
massage, ou aprSs I'application, lorsque I'eau s'evapore. 

On a maintenant decouvert que, de facon surprenante. 11 est 
possible d'obtenlr des compositions conservant les qualltds des gels, sans 
30 en avoir les inconvinlents, grSce i 1' introduction de microspheres creuses 
expansees dans un gel hydrophile sans hulle. Malgri I'absence d'huile, les 
gels modifies ainsl prfipards prfisentent une onctuoslte durable lors de 
I'application, qui est particuUSrement facile et agreable. Heme aprSs 
sdchage, la peau n'a aucun toucher collant et I'utilisateur ne ressent 
35 aucune sensation de tension de la peau. 

Jusqu 'a present, les microspheres creuses expansees avalent ete 
utillsees dans des compositions sous forme de poudres, ou sous forme 
d' Emulsions, ou encore pour obtenlr des compositions ayant 1' aspect d'une 
mousse ; voir par exemple les brevets JP-60 184004, FR-2.472.382, 
40 FR-2.658.720, FR-2. 669.222 ou DE-2.521.003. En pratique, les compositions 
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(54) Nouvelles compositions cosm^tiques ou dermophannacautlques sous fonne de gels aqueux modifies par 
addition de microspheres expansees. 

..(57) Par addition de. microspheres creuses expansees en 

mSt^riau thermoplasu'q'ue d des gels aqueux. on obtient 

des coinrtpQl;^jtions posmetrques. ou des supports de ccmpo- 

sitidns co'^metiqu'es. ayaht 4e remarquables propri6t6s 

d'ohctuosite 'et de dpuctiiur Iqris de I'applicatton. bien que 
. ces cpmpositibiis sdiieht ex^mptes de matidres grasses. 

On peut ajriisr'prepajrer par exemple des compositions de 

fond-d^*tiBirit, des. produits de soin pour le visage et le 

cordis, deif qels.'soiaires, des fards k paupi^res ou des pro- 

duits de hettbyage pour la peau. y oompris sous forme de 

masques pour le visage. 
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encore de I'air. Parmi les microspheres creuses utilisables. on cicera en 
partlculier celles comerciallsies sous la marque Expancel par la sociece 
Kemanord Plast. ea partlculier de quality DE (etat sec) ou WE (etat hydrate) 

Dans les compositions ou supports de compositions de 1' Invention 
le pourcentage pond^ral des microspheres creuses expans^es est de preference 
comprls entre 0.5 et 5Z. La texture des gels est particuli^rement onctueuse 
pour des pourcentages de 0.5 k 2Z, g4neralement de 1 4 2Z environ. La 
texture est plus piteus. pour des proportions de 2 4 5Z qui convlennent plus 
partlculi^rement pour certains prodults de nettoyage de la peau ou pour des 
prodults destines i Stre appliques en couche ipalsse (masques). 

Les microspheres creuses ont generalement des dimensions moyennes 
de partlcules pouvant verier de 5 a 250»m. et en partlculier de 10 4 I50.m 

Pour rfiaUser le gel qui est k la base de la composition ou du 
support de I'invention. on utilise au molns un agent gellflant dans un 
vehicule llquide aqueux. Bien entendu. I'agent gellflant est present en 
quantity suffisante pour conf^rer i la composition la vlscoslte souhaitSe. 
qui est evidemment fonctlon de I'utillsatlon envlsagee. Cette vlscoslte peut 
aller par exemple de 3 4 200 poises (solt 0,3 a 20 Pa.s). 

Par exemple. lorsqu'on souhalte obtenlr des prodults onctueux. on 
ajuste la viscosity i une valeur comprise entre 10 et 50 poises (solt entre 
1 et 5 Pa.s). Lorsqu'on souhalte realiser des prodults plus consistants, 
utilisables notamment comme masques, on ajuste la vlscoslte par exemple 
entre 20 et 200 poises et en partlculier entre 20 et 100 poises. Pour des 
compositions utillsees comme prodults de gommage pour la peau (scrubs), la 
vlscoslte est comprise entre notamment 10 et 100 poises environ (solt entre 
1 et 10 Pa;s). 

Les agents g^Ufiants sont cholsls notamment parmi les polymlres 
hydrosolubles ou donnant, dans I'eau. des solutions colloldales. 

Ce sont notamment les polymeres ou copolymeres d'acides organiques 
carboxyllques insaturis ou d'esters insaturds. les derives polysaccharl- 
diques. les gommes. les silicates colioldaux. les polydthylfineglycols (PEG) 
et leurs derives, les polyvinylpyrrolidones et leurs derives, et les gels de 
silice hydrophlles. 

_ Les agents g^Ufiants sont par exemple- les polymSres ou 
copolymSrtes acr^llques et/ou methacryliques . les polymgres 
carboxyvlnyllques. ;Les acrylates ou nethacrylates de polyglycdryle . les 
derives de cellulose ou d'amldon, les dgrlv4s de chitlne. les alginates. 
I'acide hyaluronlque et ses sels. les chondroltlne sulfates, les gommes de 
xanthane. de gellane. de Rhamsan. de karoya. ou de guar, la farlne de 
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cosmetiques connues utilisant des microspheres creuses expansees contenaient 
toujours des matieres grasses. II n'etait pas Evident que 1* incorporation de 
telles microspheres dans des gels aqueux, sans huile, pennectrait d'obtenir 
une onctuositS lors de l*dtalement qui n'etaic obtenue Jusqu*a present 
qu*avec les compositiotis contenant des matieres grasses. 

Ainsit les compositions de l*dLnvention apportent beaucoup de 
confort et de douceur k 1* application. En outre, apres application, la peau 
conserve un aspect mat. Par ailleurs, les compositions de 1' invention ont 
une viscosite qui reste sensiblement constante lorsque la temperature est 
elevee (contrairement a ce qu*on observe couramment avec les cremes) de 
sorte que leur utilisation reste agreable meme dans les pays chauds ou 
pendant les saisons chaudes. 

L' invention a done pour objet une composition cosmetique ou 
dermopharmaceutique, ou un support de composition cosmetique ou 
dermopharmaceutique, sous forme de gel modi£id» caracterise(e) par le fait 
qu'elle (ou qu^il) comprend des microspheres creuses dispersees dans un gel 
aqueux, que lesdites microspheres creuses sont des microspheres expansees, 
en materiau thermoplastique ayant une masse spdcifique de 15 a 200 kg/m^, 
que ladite composition ou ledit support contient de 0,1 i lOZ en poids 
desdites microspheres par rapport au poids total de la composition ou du 
support, et que ladite composition ou ledit support est exempt (e) de 
matieres grasses. 

Les microspheres expansees en materiau thermoplastique sont 
connues et peuvent etre obtenues par exemple selon les precedes decrits dans 
les brevets. et demandea de brevet EP-56219, EP-348572, EP-486080, EP-320473, 
EP-L12807 et US-3.615 .972. 

Ces microspheres peuvent etre rdalisees en tous materiaux 
thermoplasciques apn toxiques et non irritants. On peut utiliser par exemple 
des polymerea ou copolymeres d'acrylonitrile pu de chlorure de vinylidene. 
On peut utiliser par exemple un copolymere contenant, en poids, de 0 a 60Z 
de motif s''ddriv6s de chlorure de vinylidene, de 20 4 90Z de motifs derives 
d' aery lonitr lie et de 0 & S02 de motifs derives d*un monomere acrylique ou 
styrenique, la somme des pourcentages (en poids) 4tant 6gale 4 100. Le 
monomere acrylique est par exemple un acrylate ou m^thacrylate de methyle ou 
d'ethyle. Le monomere styrenique est par exemple I'alpha-methyl-styrene ou 
le styrene. Ces microspheres peuvent se presenter a I'^tat sec ou hydrate. 

La cavice interne des microspheres creuses expansees contient un 
gaz, qui peut etre un hydrocarbure tel que I'isobutane, 1* isopentane , ou 
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silicones solubles dans I'eau, etc... 

Certaines coopositlons de rinvention (notamenc des produits de 
maquillage ou de aettoyage) peuvent egaleaent contenlr des charges 
pulverulentes. en particulier des argiles du type oontaorillonite. 
I'hectorite on la bentonlte pour les prcdults d. nettoyage ou d'autres 
charges telles que lea sllices ou les poudrea de silicone (Tospearl) ou des 
polyaaides (nylon) ou la poudre de polymdthacrylate de «4thyle (Hlcropearl) 
pour obtenlr des effets optlques. 

Pour preparer les compositions de 1' Invention, on dlssout les 
iagrWients solubles dans le aiUeu liquide aqueux puis on ajoute le ou les 
agents gelifiants. On introduit ensulte les microspheres creuses expansees 
Les charges peuvent etre ajout^es avant ou aprSs 1' introduction du 
g^lifiant. Le proc^d^ ne necessite nl une agitation violente ni un apport de 
chalcur Si tous les composes sont solubles 4 temperature ambiante. On pourra 
alnsl utillser sans probUoes des gels senslbles au clsaiUement et des 
ingredients senslbles k la temperature. 

Partai les compositions (ou supports) de 1' invention, celles ayant 
de bonnes qualitis d'onctuoslt^ sont notanment celles qui contlennent de 0.1 
a 2%, et en particulier de 0.5 k IZ en polds de microspheres creuses 
expansees par rapport au poids total de la composition, lesdites micros- 
amines, les derives de keratine, les vitamines. les antioxydants . les pheres 
ayant des dimensions de S-SOpm et en particulier de 10-30ym, De telles 
compositions constituent notaament, sous la forme de gels onctueux. des 
produits de soins pour le visage ou pour le corps, des gels solaires. des 
produits apres-rasage. des produits de maquillage du type fond-de-teint, 
blush ou fard i paupieres, ou des produits de demaquillage . 

Lea compositions constituant un produit de nettoyage de la peau 
sous forme de masque pour.le visage contlennent par exemple de 2 k 5Z en 
polds de microspheres creuses ayant des dimensions de 10 k SOym. 

Les compositions de gommage pour la peau (scrubs) contlennent par 
exemple de 0,5 k 51 en poids de microspheres creuses expansees, lesdites 
microspheres ayant des dimensions moyennes de 80 k 250Mm et en particulier 
de 100 k 250um. 

L' invention a egalement pour objec 1' utilisation de microspheres 
creuses telles que definles precedemment comme additlfs destines a ameiiorer 
la facilite et la douceur d' application d'un gel co8m6tlque ou 
dermopharmaceutlque aqueux exempt de matieres grasses, 

L' invention a egalement pour objet un precede de traltement 
cosmetique caracterlse par le fait que 1' on applique sur la peau une 
composition cosmetique telle que deflnle prScedemment. 
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caroube, et les silicates d' aluminium et de magnesium colloidaux de type 
montmorillouit e • 

On peut citer notamment comme agents gelifiants particuliers : les 
polymeres carboxyvinyliques vendus sous le denomination Carbopol (Goodrich) , 
les copolym^res acide acrylique /aery late d'ethyle, les copolymeres acide 
acrylique/mSthacrylate de stearyle, le polyglycerylmethacrylate vendu sous 
la denomination Lubrajel (Guardian) » le polyglycerylacrylate vendu sous la 
denomination Hispagel (Hispano Chlmica) » la carboxymethylcellulose» 
l'hydroxym£thylcellulose» I'hydrozypropylcellulose* la cellulose 
microcristalline, I'hydroxypropylguar, les hectorites ou bentonites 
colloldales vendues sous la denomination Veegumi etc... 

Les compositions de 1* invention peuvent aussi contenir les divers 

ingredients utilises dans les compositions cosmetiques ou dermophar- 

maceutiqueSi notamment des pigments » des colorants > des agents 

conservateurs « des agents hydrat^nts, des parfums, des agents de texture 

« 

tels que des agents pulv^rulents autres que des microspheres creuses, des 
agents absorbent 1* ultraviolet, etc., 

Les pigments peuvent etre des pigments minSraux, des pigments 
organiques ou des pigments nacres. Parmi les pigments mineraux, on peuc 
citer par exemple le dioxyde de titane, les oxydes de fer noir, jaune, rouge 
ou brun, le violet de manganese^ le violet d'outre-mer, le bleu d*outre-mer, 
I'oxyde de chrome, etc... 

Parmi les pigments organiques on peut citer en particulier les 
pigments D & C Red n°3, n*6, n*7, n°9, n'U, n"19, n*21, n'27, n**30 ou n*'36, 
ou encore le noir de carbone. 

Les pigments nacres peuvent etre choisis parmi les pigments nacres 
blancs, tel que le mica reconvert d*oxyde de titane ou d'oxychlorure de 
bismuth. On peut egalement uttliser des pigments nacrSs colores, tel que le 
mica titane colore avec des oxydes de £er ou avec de I'oxyde de chrome, le 
mica titane color4 avec un pigment organique du type precite, ou encore des 
pigments tLacr£s i base d'oxychlorure de bismuth. 

Coxmiie colorants, on peut utiliser des colorants hydrosolubles tels 
que le sel disodique de ponceau, le sel disodique du vert d'alizarine, le " 
jaune de quinol4ine, le sel trisodique d^amarante, le sel disodique de ^ 
tartrazlnet la sel monosodique de rhodamine, le sel disodique de fuchsitVe, 
la xanthophylle, etc... 

Parmi les ingredients solubles dans I'eau utilisables, on peut 
citer en particulier les polyols tel que le propyleneglycol, le butylene-L,3 
glycol, la glycerine, la polyglycerine, le sorbitol* le glucose, le 
saccharose, le gluconate de magnesium, les oligo-elements, les acides 
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Resultats : On obtient un blush sous la forme d'un gel onctueux. de 

couleur rouge rosS, facile k appliquer, doux. Le maquillage 
obtenu est tres naturel et transparent, 

EXEMPLE 3 : FOND DE TEINT 

Expancel EL 23 (KEMANORD) 

- Carbopol 954 Goodrich (Carbomer) . . , 

- Polyvinylpyrrolidone , 

- Polyfithyleneglycol 

- Triethanolamine 

- Glycerine 

- Conservateur 

- Colorant jaune soluble dans I'eau 
(jaune de qulnol^lne) 

- Colorant rouge soluble dans l*eau 
(sel disodique de ponceau) 

- Colorant noir soluble dans I'eau 
(sel disodique du vert d' alizarine) 

- Eau \ 

Resultat : On obtient un fond de teint sous forme de gel de couleur 

caramel, s'^talant tr^s facilement, absolument non gras mais 
restant cependant onctueux et doux. Le maquillage est tres 
naturel et de bonne tenue. 

EXEMPLE 4 t SCRUB (Produit de nettoyage) 

- Expancel EL 16 (KEMANORD) 

- Carbopol 954 Goodrich (Carbomer) 

- Triethanolamine 

- Conservateur 

- Glycerine 

- Eau 

Resultat : On obtient un produit de gommage doux pour la peau. On 

1' applique en massage sur la peau, puis on elimine le restant 
de la formulation par rln^age 4 l'eau« U reste une peau tres 
douce. 



IZ 

1,488X 

0,99Z 

8,40Z 

2,475Z 

2Z 

0,30Z 

.... 0,07Z 

.... 0,09Z 

.... 0,04Z 
qsp lOOZ 



IZ 

2Z 

2,50Z 

0.50Z 

3Z 

1 nnv 
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Les exemples suivants illustrent I 'invention. 
Dans ces exemples* les pourcentages sonC en poids. 

EXEMPLE I : GEL POUR LA PEAU 



- Expancel EL 23 (KEMANORD) IZ 

« Carbopol 954 Goodrich (Carbomer) • • I,5Z 

- Polyvinylpyrrolidone IZ 

jg - PolydthyUneglycol 8,4Z 

- Tridthanolaoine 2,5Z 

- Gonservateur • 0,5Z 

- Eau « qsp lOOZ 

Ce gel est prepare de la £acon suivante : i I'eau contenant le 
conservateur on ajoute progressivement sous agitation le Carbopol » la 
polyvinylpyrrolidone et le polydthylineglycol; on neutralise par la 
triethanolamine, puis on introduit 1' Expancel i temperature ambiante. 

20 Resultat : On obtient un gel de soin tris doux, onctueux, non gras et non 
CO llant • 



Caractdristiques d' Expancel EL 23 
Granulom^trie moyenne 
25. - Densite 

- Gaz interne 



30 



18 Mm 

69.4 kg/m^ 
isobutane 



EXEMPLE 2 : BLUSH 

De faQon analogue, on a prepare un gel de composition suivante 



- Expancel EL 23 (KEMANORD) IZ 

- Carbopol 954 Goodrich (Carbomer) I,50Z 

- Polyvinylpyrrolidone • IZ 

- PolyethyUneglycol 8,40Z 

35 - Triethanolamine 2,50Z 

* Conservateur. • • • 0,SOZ 

" Colorant rouge soluble dans l^eau 

(sel disodique de ponceau) O^ISZ 

» Colorant noir soluble dans l*eau 

40 (sel disodique du vert d' alizarine) ; 0,22% 

- Eau /• • ...qsp lOOZ 
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Rgsultat : On obtient un produit Spais d' aspect cremeux, que I'on etale 

sur la peau en couche dpaisse et qu'on laisse secher pendant 10 
mlQutes« Le produit adsorbe les corps gras a la surface de la 
peau sans sensation de tlrallletnent. II s*elimlne tr^s 
facUement k l*eau en lalssant la peau tres douce. 

Caract^rlatlquea d'EXPANCEL EL 4 : 

- Granulonitrie moyenne x 17 im 

- Densit4 : 115 kg/m^ 

- Gaz interne : isobutane 

EXEMPLE 7 : GEL SOLAIRE AQUEUX 



- Hydroxypropyl ether de cellulose (PM : 300,000) 3Z 

- Acide B-B' camphosulfonique (1-4 diviuylbenzene) 

en solution aqueuse a 33Z 6»06Z 

- Triethanolamine a 99% 1,2 Z 

- Microspheres expansees (Expancel EL 23) 0,5 Z 

- Eau demineralisee sterilisee qsp..lOOZ 



Ce gel est frais et doux a 1' application et protege du rayonnement 

so lair e. 

denomination commerciale KLUCEL G (Hercules) 
EXEMPLE 8 : GEL APRES RASAGE 

- CopolymSre acide aery lique /me thacry late de st^aryle 0,05Z 



- Polyfithyleneglycol 800 2,50Z 

- Glycerine, , 1.50Z 

- Ethanol'. 38Z 

- Allantolne • 0,05Z 

- Menthol 0,02Z 

" Tri&thanolainine ..^ , 0»75Z 

- Conservateur 0,0 IZ 

- Expancel EL 23 (KEMANORD) 0,75Z 

- Eau « qsp..lOOZ 



Ce gel est frais, doux et apaisant. 
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Caracterlstlques d'Expancel EL 16 : 

- GranulomScrle moyenne : 90 pm 

- Density : 28,8 kg/m^ 

- Gaz Interne : Isopentane 



EXEMPLE 5 : GEL DE NETTOYAGE POUR LA PEAU 

10 

- Expancel EL 3 (KEMANORD) l,5Z 

- Carbopol 954 GOODRICH (Carbomer) 0,95Z 

- TriSthanolamine IZ 

- Butyleneglycol SJ 

15 - Carrageenaa , 0,50Z 

- Dodecanediol polyglycerole 2, 501 

- Conservateur 3% 

- Eau qsp lOOZ 

* 

20 Dodecanediol polyglycerold : produit obtenu par greffage de 3 moles de 
glycerol sur le dodecanediol ; voir FR. 2. 09 1.5 16. 

Resultat : On obtient un gel de nettoyage trSs doux contenant des 

microbilles de grosse taille, visibles a I'oeil nu, ayant une 
25 action de massage et de nettoyage pendant 1' application. On 

rince i l*eau comme pour un savon. 

Caracteristiquesd' Expancel EL 3 : 

- Granulometrie moyenne : 87 ym 

30 - Density : 21 kg/m^ 

- Gaz interne : isopentane 

EXEMPLE 6 : MASQUE (produit de nettoyage pour le visage) 



35 - Expancel EL 4 (KEMANORD) 5X 

- Polyvinylpyrrolidone • • .^^ • • • ^^A^^^f&t^-'^ 

- Polyglycerine 500 (SOLVAY) .«p • . Vv . . 

Conservateur • « . ! 21 

- Eau.. .....qsp lOOZ 



I 
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EXEMPLE COMPARATIF N°2 
Gel contenant des spheres microporeuses de polymgthacrylate de methvl e 

5 - Spheres de Mlcropearl M* (MATSUMOTO) 

- Carbopol 95A (GOODRICH) 

- Polyvlnylpjnrrolldone 

- Polyethylfeneglycol , , 

- Tridthanolamlne 

IQ - Conservat eur 

- Eau 

Micropearl M : poudre sphdrique ultra-fine mlcroporeuse a cavites 
ouvertes, daveloppee speclalement pour les applications cosmetiques , au 
toucher trea doux pour la peau ; taille « 10 ^jm 

15 

Resultats : 

- Gel de bel aspect t 

- Poisseux i 1' application, 

- Effet tres sec, 
20 " Pelucheux. 

Remarque : On obtient un resultat identique avec lOZ de Micropearl M. 



5Z 

1,5Z 
IZ 

8,40Z 
2.50Z 
0,30Z 



25 EXEMPLE COMPARATIF N^3 

Gel aux microbilles de silice avec une cavite 
SB 700 - Silica Beads 

- SB 700* o... \ 5Z 

30 - Carbopol 954 GOODRICH (Carbomer) 1,5Z 

- Polyvinylpyrrolidone . . . . i IZ 

- Poly^thyleneglycol ; 8,40Z 

- Trifithanolatnine , 2,50Z 

- Conservateur 0,30Z 

35 - • 81,30Z 

SB 700 : poudre d'origine minerale mtcroporeuse, hydrophile, de taille de 



40 
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Les exemples comparatifs suivants montrent que Ics resultats 
lat^ressants procures par 1' addition aux gels aqueux de microspheres creuses 
expansees ae sont pas obtenus avec d'autres microspheres. 

. EXEMPLE COMPARATIF K**! 
Gel contenant des mlcrobilles de resine de silicone 
Ce gel a la composition suivante (Z en poids) : 

- Spheres de silicone : TOSPEARL 108 (TOSHIBA) 

- Carbopol 954 GOODRICH (Carbomer) 

- Polyvinylpyrrolidone 

- Polyethyleneglycol 

- Triethanolamine 

- Conservateur 

- Eau 

*TOSPEARL 108 (marque commerciale) : cette charge, de tres fine 
granulometrie est rdputSe pour son apport de douceur, dans les milieux 
aqueux cosmetiques, 

Resultat : A 1' application, on constate une diminution rapide de la 

facilite d'etalement et un effet poisseux et sec. Le produit 
finit par pelucher lorsqu'on continue le massage. 

Remarque : Si I'on prepare une formule analogue avec lOZ de Tospearl 108, 
on obtient un resultat identique. 



5t 

U5Z 

IZ 

8,40Z 
2.50Z 
0,30Z 
81,30Z 
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Resultats : Pendant et aprds I'application, le toucher de la peau n'est 
pas agreable. 

Ces exemples comparatifs demontrent que I'on ne peut pas obtenir, 
mSme avec d'autres microspheres creuses, les effets cosm^tlques conferes aux 
gels aqueux par les microspheres creuses expans6es en materiau 
thermoplastique, qui ont la particularity d*apporter beaucoup de douceur 
d* application et de confort* 
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REVENDICATIONS 



1. Composition cosmetique ou dennopharmaceutique, ou support de 
J composition cosmdtique oil dennopharmaceutique sous forme de gel modifig, 

caract6ris6Ce) par le fait qu'elle (ou qu'il) comprend des microspheres 
creuses dispers^es dans un gel aqueux» que lesdites microspheres creuses. 
sont des microspheres expansdes. en materiau thermoplastique ayant une masse 
specif ique de 15 k 200 kg/m*, que ladite composition ou ledit support 
contient de 0,1 4 lOZ en poids desdites microspheres par rapport au poids 
total de la composition ou du support, et que ladite composition ou ledit 
support est exempt (e) de matieres grasses, 

2. Composition ou support selon la revendication I, caracterise(e) 
par le fait que lesdites microspheres creuses ont des dimensions moyennes de 
particules pouvant varier de 5 i 250 ym. et en particuller de 10 a 150 ym. 

3. Composition ou support selon I'une quelconque des 
revendications prficedentes, caracterise(e) le fait que ledit gel 
comprend au moins un agent gelifiant dans un vehicule liquide aqueux. ledit 
agent gelifiant etant choisi parmi les polymeres hydrosolubles ou donnant, 

2Q dans I'eau, des solutions colloldales, 

4. Composition ou support selon la revendication precedente, 
caracterise(e) par le fait que ledit agent gelifiant est choisi parmi les 
polymeres ou copolymeres d'acides organiques carboxyliques insatures ou 
d'esters.insatures, les derives polysaccharidiques , les gommes, les 

25 silicates colloldaux. les polyethyleneglycols (PEG) et leurs derives, les 
polyvinylpyrrolidones et leurs derives, et les gels de silice hydrophiles. 

5. Composition ou support selon la revendication 3 ou 4, 
caract^rise(e) par le fait que ledit agent gelifiant est choisi parmi les 
polymeres ou copolymSres acryliques et/ou methacryliques, les polymeres 

30 carboxyvinyliques, les acrylates ou methacrylates de polyglycdryle, les 
derives de cellulose ou d'amidon, les derives de chitine, les alginates, 
I'acide hyaluronique et ses sels, les chondroltine sulfates, les gommes de 
xanthane, de gellane, de Rhamsan, de karoya, ou de guar, la farine de 
caroube, et les silicates d'aluminium et de magnesium colloldaux de type 

25 montmorillonite. '* ^ ' 

6. Composition ou support selon I 'une quelconque des ' '* 
revendications 3a 5, caractiris^Ce) par le fait que ledit agent gelifiant 
est present en quantite siiffisante pour conferer a ladite composition la 
viscosite souhaitee pour ladite composition ou ledit support. 

40 
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7. Composition ou support seloa la revendication precedente, 
caractSris£(e) par le fait que ladite viscosite peut aller de 3 a 200 poises 
(soit 0,3 i 20 Pa.s). 

5 8« Composition ou support selon l^une quelconque des 

revendications prdc^denteSf sous forme de gel onctueux, caracterise(e) par 
la fait qu'elle contient lesdites microspheres creuses i raison de 0,1 a 2Z 
en poids par rapport au poids total de la composition, et que lesdites 
microspheres ont des dimensions de 5-50pm et en particulier de 10-30um. 

IQ 9. Composition cosmetique ou dermopharmaceutique selon la 

revendication prdc£dente, caracterisSe par le fait qu'elle constitue un 
produit de soin pour le visage ou pour le corps, un gel solaire, un produit 
apres rasage, un produit de maquillage du type fond de teint, blush ou fard 
i paupiSres, ou un produit de demaquillage* 

15 10 • Composition cosmetique selon l^une quelconque des 

revendications 14 7, caracterise(e) par le fait qu'elle contient de 2 a 5% 
en poids par rapport au poids total de la composition, desdites 
microspheres, lesdites microspheres ayant des dimensions de 10 a 50 pm, 
ladite composition constituent un produit de nettoyage de la peau sous forme 

20 de masque pour le visage. 

11. Composition selon I'une quelconque des revendications 1 a 7, 
caracterisee par le fait qu'elle contient de 0,5 a 5Z en poids desdites 
microspheres, et que lesdites microspheres ont des dimensions moyennes de 80 
a 250 ym, et en particulier de 100 a 250 ym, et que ladite composition 

25 constitue un produit de gommage pour la peau* 

12. Utilisation de microspheres creuses telles que d^finies dans 
I'une quelconque des revendications 1, 2, 8, 10 et 11, comme additifs 
destines a amdliorer la facilite et la douceur d'applicacion d'un gel 
cosmetique ou dermopharmaceutique aquetix exempt de mati^res grasses. 

30 13. Procddd de traitement cosmfitique, caracteris^ par le fait que 

I'on applique sur la peau une composition cosmetique telle que definle dans 
I'une quelconque des revendications 1 4 11. 
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57 . By adding hollow, expanded microspheres made of thermoplastic material to 
aqueous gels, cosmetic compjositi^ base materials for the cosmetic compositions are 
obtaiii^d which hjave the npteworthy properti^^ and smoothness during 

application, as well as compositions being free from fat. You can thus prepare, for 
example, compbsitions of make-up base, of face and body care products, of sun gels, of 
ejye-shadows or skin-cleansing products, included in the form official masks. 
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The purpose of the invention is new cosmetic or dermophannaceutical 
compositions in the form of aqueous 'gels modified by the addition of expanded 
microspheres. 

It is known that in the preparation of cosmetic or dermophannaceutical 
compositions, cdthpositions in the form of emulsions, such as creams, are often used. 
The emulsions, which can be of the >vater-in-pil type or oil-in-water type, are made up of 
two noh-miscible and surface-active phases having the role of stabilizing the dispersion 
of one of the phase^, or dispersed phase, into the continuous phase. 

Emulsions of this type are usually creamy. However, as a function of the quantity 
and the Quality of the oil used, the mer can feel an effect which is more or less 
xmpleasant, and see a sticking effect. In addition, the emulsifying agent, the presence of 
which is necessary in order to stabilize the emulsion, can prove to be more or less 
irritating for the skin. 

In addition, some cosmetic or dermophannaceutical compositions are presented in 
the form of aqueous gels. It is Icnown that a gel is in an intermediate state between a solid 
state and a liquid state. 

It is accepted that a gel consists of a three-dimensional network of molecules 
which holds a sizable quantity of solvent in its meshes. The formation of a network of 
this type constitutes jellification. Depending on the nature of the solvent, a hydrogel or 
organogel is obtained. 

One of the interests in the use of compositions in the form of hydrogels is that 
they bring an agreeable feeling of freshness to the application, without the unpleasant 
effect of greasiness. However, an effect of stickiness and an effect of tension in the skin 
occurs during an application with a massage or after application, when the water 
evaporates. 

Now, it has been discovered that, in a surprising way, it is possible to obtain 
compositions which preserve the qxialities of the gels without having the disadvantages of 
them, by the introduction of hollow expanded microspheres into a hydrophilic gel without 
oil. In spite of the absence of oil, the gels which have been modified in this way have a 
lasting creamineiss during the application, which is particularly easy and agreeable. Even 
after drying, the skin does not have any stickiness to the touch and the user does not feel 
any feeling of tension in the skin. 

Until now, hollow expanded microspheres had been used in compositions in the 
form of powders, or in the form of emulsions, or even in order to obtain compositions 
having the appearance of a lather (mousse); see for example the patents JP-60 184004, 
FR-2.472.382, FR.2.658.720, FR.2.669.222 or DE.2.52 1.003. In practice, known 
cosmetic cpmpositions using the hollow expanded microspheres always contained fat. It 
was not obvioiis that the incorporation of these microspheres in the aqueous gels without 
oil would make it possible to obtain an creaminess when the dispersion had been, imtil 
the present time, only obtained with compositions containing fat. 

Thus the compositions of thie invention bring much comfort and softness to the 
application. In additipn, after application, tfie skin retains a olive appearance. Also, the 
compositions of the invention have a viscosity which stays roughly constant when the 
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temperature is increased (contrary to what one observes currently with the creams) in a 
mariner so that their use; stays agreeable even in hot countries or during the hot seasons. 

' The purpose of the invention is thus a cosmetic or dermopharmaceutical 
^composition, or a base material for the cosmetic or dermopharmaceutical composition, in 
the form of modified gel, characterized by the fact that it consists of hollow, expanded 
niicrospheres dispersed m ah aqueous gel, that the aforementioned hollow microspheres 
are expanded naicrdspheres mad^ thermoplastic material having a specific mass of 15 
to 200 kg/wr, that the aforementioned or the aforementioned base material 

contains fi-pm 0.1 to 10% by weight of the aforementioned microspheres relative to the 
total weight of the compositibn or base material, and that the aforementioned composition 
or the aforementioned base material is fi^e of fat. 

The expanded microspheres made of thermoplastic material are known and can be 
obtained, for example, accbrdihg, to the procedures described in the patents and patent 
applications EP-56219, EP-348572, EP^86080, EP.320473, EP-1 12807, and 
US-3.615.972. 

These microspheres can be made from any non-toxic and non-irritating 
themioplastic material. For example, polymers or copolymers of aciylonitrile or 
vinylidene chloride; could be used. You could use, for example, a copolymer containing, 
by wei^t, from 0 to 60 % of units derived from ymylidene chloride, from 20 to 90 % of 
units derived froin acrylonitrile, and froni 0 to 50 % of units derived from an acrylic or 
styrene monomer, the sum of the percentages (by weight) being equal to 100. The acrylic 
monomer is, for example, methyl or ethyl acrylate or methacrylate. The styrene monomer 
is for example, alpha-methyl styrene or styrene. The microspheres can be in a dry or 
hydrated state. 

The inside cavity of the hollow, expanded microspheres contains a gas, which can 
be a hydrocarbon such as isobutane, isopentane, or even air. Among usable hollow 
microspheres, reference is made in particular to the ones marketed imder the trademark 
Expancel by the Kemanord Plast company, particularly those of the quality DE (dry state) 
or WE (hydrated state). 

In the compositions or base materials for the compositions of the invention, the 
weight percentage of the hollow, expanded microspheres is preferably between 0.5 and 5 
%, The texture of the gels is particularly creamy for the percentages from 0.5 to i2%, 
generally around 1 to 2%. the texture is more like a paste for the proportions from 2 to 
5% which is more particularly suitable for certain skin-cleansmg products or for products 
designed to be applied in a thick layer (masks). 

The hollpw microspheres generally have average dimensions of the particles 
which can vary from 5 to 250 //m, and in specific, from 10 to 150 yum. 

In order to inake the gel which is at the base of the composition or the base 
material of the inverition, you use at least one jellifying agent in an aqueous liquid 
medium. Of course, thie jellifying agent is present in a sufficient quantity to give the 
composition the desired viscosity, which is a fiinction of the intended use, of coiu-se. This 
viscosity can run, for example, from 3 to 200 poise (or 0.3 to 20 Pa.s), 

For example, if it is desirable to obtain creamy products, the viscosity is adjusted 
to a value of bcstween 10 and 50 poise (or between 1 and 5 Pa.s). If it is desirable to make 
the products more viscous, in particular usable as masks, the viscosity is adjusted, for 
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example, to a value between 20 and 200 poise, and in particular, between 20 and 100 
poise. For compositions iised as scrubs for the skin, the viscosity is between, in 
particular, apprbxim 10 and 100 poise (or between 1 and 10 Pa.s). 

The jellifying agents are selected particularly from among the hydrosoluble 
polymers or those giving Colloidal solutions in water. 

TThese are, in piarticular, polymers or copolymers of unsaturated carboxylic organic 
acids or unsaturated esters, derivatives of polysaccharides, gums, colloidal silicates, 
polyethylene glycols (PEG) knd their derivatives, polyvinyl pyrrolidones and their 
derivatives, and gels of hydrophilic silica. 

the jellifying agents are, for example, acrylic and/or methacrylic polymers or 
copolymers, carboxyvinyi pol}^ acrylates or methacrylates of polyglyceryls, 
derivatives of cellulose or starch, derivatives of chitin, alginates, hyaluronic acid and its 
salts, chondroitin sulfates, gums of xanthane, gellane, Rhamsan, karoya or guar, carob 
flour, and colloidal silicates of aluminum and magnesium of the montmorillonite type. 

Cited, in piarticular, as specific jellifying agents can be: carboxyvinyl polymers 
sold under the name Carbopol (Goodrich), acrylic acid/ ethyl aciylate copolymers, acrylic 
acid/ methacrylate of stearyl copolymers, polyglyceryl meA^ sold under the name 
Lubrajel (Guardian), polyglyceiyl acrylate sold under the name Hispagel (Hispano 
Chimica), carboxymethyl cellulose, hydroxymethyl cellulose, hydroxypropyl cellulose, 
microcrystalline cellulose, hyctoxypropyl guar, colloidal hectorites or bentonites sold 
under the name Veegum, etc... 

The compositions of the invention can also contain the various ingredients used in 
the cosmetic or dertnopharmaceutical compositions, notably the pigments, coloring 
agents, preservatives, hydrating agents, perfumes, texture agents, such as the pulverulent 
agents other than the hqllow microspheres, agents absorbing ultraviolet, etc... 

, The pigments can be mineral pigments, prjganic pigments or pearly pigments. 
Among the tnmeral pigments could be cited, for example, titanium (IV) oxide, black, 
yellow, red or brown iron oxides, manganese violet, ultramarine violet, ultramarine blue, 
chromiiun (lU) oxide, etc... 

Among the organic pigments could be cited in particular the pigments D & C Red 
No, 3, No. 6, No. 7, No. 9, No. 13, No. 19, No. 21, No. 27, No. 30, or No. 36, or even 
carbon black. 

The pearly pigments can be selected from among pearly white pigments, such as 
mica covered with titaniium (TV) oxidt or with bismuth oxychloride. You can also use 
colored pearly pigments, such as titanium mica colored with iron oxides or with 
chromium (HI) pxide, titanium mica colored with an organic pigment of the 
aforementioned type, or even pearly pigments based on bismuth oxychloride. 

As coloring agents; you can use hydrosoluble coloring agents such as ponceau 
disodic salt, alizarin green clisodic salt, chinoleine yellow, trisodium salt of amaranth, 
disodium salt of tartrazine, monosodium salt of rhbdamine, disodium salt of aniline red, 
xanthophyll, etc... 

Among those usable ingredients which are soluble in water, are mentioned, in 
particular, the polyalcohols such as propylene glycol, butylene-1,3 glycol, glycerine, 
polyglycerine, D-sorbitol, glucose, sucrose, magnesium gluconate, trace elements, 
silicone acids soluble in water, etc... 
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Some compositions of the invention (particularly the make-up or cleansing 
products) can likewise contain pulverulent materials, particularly clay of the 
mohtmorillbnite type, hectorite or bentpnite for cleansing products or other materials such 
2LS silicas or silicone powders (Tospearj) or polyamides (nylon) or the polymethacrylate 
powder of methyl (Micrppearl) in order to obtain optical effects. 

to prepare the cbmjpositibns of the invention, you dissolve the soluble ingredients 
in the aqxieoiis liquid inedium, then you add the jeUii^g agent(s). You then introduce 
the hoiloAy, expanded niicrospheres. The materials can be added before or after the 
introduction otliiejeUifjdn^ eigpnt The prbcediire requires neither a violent agitation nor 
an addition of heat if all the components are soluble at room temperature. You will then 
be able to use, without problems, the gels sensitive to shearing and ingredients sensitive 
to temperature. 

Among the compositions (or base materials) of the invention, those having the 
good qualities of creamiiiess are, in particular, the ones which contain from 0.1 to 2 %, 
and in particular, from 0.5 to 1% of hollow, expanded microspheres by weight relative to 
the total weight of the conipositidn, the aforementioned micros [sic] amines, keratin 
derivatives, vitamiiies, antioxidants, the pheres [sic] having dimensions of 5-50 f^m and 
in particular, 10-30 /im. These compositions consist, in particular, in the form of creamy 
gels, of face and body c^^e products, of sun gels, of after-shave products, of make-up 
products of the make-up base type, blush or eye-shadow, or make-up removal products. 

The compositions consisting of a skin cleansing product in the form of a facial 
mask contain, for example, from 2 to 5 % by weight of hollow microspheres having 
dimensions from 10 to 50 //m. 

Tlie compositions of scrubs for the skin contain, for example, from 0.5 to 5 % by 
weight of hollow microspheres. The aforementioned microspheres have average 
dimensions of from 80 to 250 /^m, and in particular, 100 to 250 //m. 

The invention also has as a purpose, the use of hollow microspheres, such as those 
previously defined, as additives designed to improve^^A^ ease and softness of the 
application of a coismetic or dermopharmaceutical aqueous gel which is free from fat. 

The invention also has as a purpose, a cosmetic treatment process characterized by 
the fact that one applies to the skin a cosmetic composition such as the one previously 
defined. 

The following examples illustrate the invention. 
In these examples, the percentages are by weight, 

RXAMPT.F 1 : SKIN GEL 



- Expancel EL 23 (KEMANORD) 1% 

- Carbopol 954-Goodrich (Carbomer) 1 .5% 

- Polyvinylpyrrolidone 1% 

- Polyethylene glycol 8.4% 

- Tri-ethanol amine 2,5% 

- Preservative 0.5% 

- Water qsp 100% 
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^ ITiis gel is prep^ed in the following manner: to the water which contains the 
preservative, add progressiyeiy under agitation; the Carbopol, the polyvinyl pyrrolidone, 
and the piolyethyiene glycol; neutralize this by the tri-ethanol amine, then introduce the 
Expancel at room temperature. 

Result: A very soft, creamy care gel is obtained which is not greasy and not sticky. 



Characteristics of the Expancel EL 23 



average granulometry 

- density 

- internal gas 



18 yum 
69.4 kg/m^ 
isobutane 



EXAMPLE 2 : BLUSH 

In a similar manner, a gel having the following composition is prepared: 

- Expancel EL 23 (KEMANORD) 1% 

- Carbopol 954 Goodrich (Carbomer) 1.50% 

- Polyvinylpyrrolidone 1% 

- Polyethylene glycol 8.40% 

- Tri-ethanol amine 2.50% 

- Preservative 0.50% 

- Red coloring agent soluble in water 

(disodium salt of ponceau) 0. 1 8% 

- Black coloring agent soluble in water 

(disodiimi salt of alizarin green) 0.22% 

- Water qsp 100% 



Results: A blush is obtained in the form of a creamy gel having a reddish pink 
color, easy to apply, soft. The make-up obtained is very natural and clear. 



EXAMPLES : MAKE-UP BASE 

- Expancel EL 23 (KEMANORD) 1% 

- Carbopol 954 Goodrich (Carbomer) 1 .488% 

- Polyvinylpyrrolidone 0.99% 

- Polyethylene glycol 8.40% 

- Tri-ethanol amine 2.475% 

- Glycerine 2% 

- Preservative 0.30% 

- Yellow coloring agent soluble in water 

(chinoleine yellow) 0.07% 

- Red coloring agent soluble in water 

(disodium salt of ponceau) 0.09% 
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- Black coloring agent soluble in water 
(disodium salt of alizarin green) 

- Water 



0.04% 
qsp 100% 



RfiSUlt: A make-up base is obtained in the form of a gel having a caramel color which 
sjireaci^ easily ^d is completely fat-free, but stays creamy and soft, however. 
The make-up is very natural and of good quality. 

EXAMPLE 4 : SCRUB (cleansing product) 



- Expancel EL 16 (KEMANORD) 1% 

- Carbopol 954 Goodrich (Carbomer) 2% 

- Tri-ethanol amine 2.50% 

- Preservative 0.50% 

- Glycerine 3% 

- Water qsp 100% 



Result: A soft scrub for the skin is obtained. It is applied by massaging the skin and 
then removing the remaining formation by rinsing with water. The skin will 
stay very soft. 

Characteristics of the Expancel EL 16 : 

- average granulometry : 90 ^^m 

- density : 28.8 kg/m^ 

- internal gas : isopentane 



EXAMPLE S : SKIN CLEANSING GEL 



- Expancel EL 3 (KEMANORD) 1 .5% 

- Carbopol 954 GOODRICH (Carbomer) 0.95% 

- Tri-ethanol amine 1% 

- Butylene glycol 5% 

- Carrageenan 0.50% 

- Dodecanediol polyglycerol* 2.50% 

- Preservative 3% 

- Water qsp 100% 



* Dodecanediol polyglycerol : product obtained by grafting 3 moles of glycerol onto 
dodecanediol ; see FR.2.091.516. 
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Result: A cleansing gel is obtained which is very soft and contains large-sized 

microspheruies, visible to the naked eye, having a massaging and cleansing 
■ action during application. It is rinsed with water as is done with soap. 

Characteristics of the Expancel FT. V. 

- average granulometiy : 87 ^^m 

- density : 21 kg/w? 

- internal gas : isopentane 



EXAMPLE 6 : MASK (facial cleansing product) 

- Expancel EL 4 (KEMANORD) 5% 

- Polyvinylpyrrolidone 2.50% 

- Polyglycerine 500 (SOLVAY) 5% 

- Preservative 3% 

- Water qsp 100% 

Result; A pasty product is obtained which has a creamy appearance and which one 
spreads on the skin in a thick layer and lets dry for 1 0 minutes. The product 
absorbs the fatty substances on the surface of the skin without any feeling of 
pulling pain. It is removed very easily with water, leaving the skin very soft. 

Characteristigs of the Expancel EL 4: 

- average granulometry : 17 /im 

- density : 115kg/m-^ 

- internal gas : isobutane 



EXAMPLE 7 : AQUEOUS SUN GEL 



- Hydroxypropyl ether of cellulose* (PM: 300,000) 3% 

- Acid B-B' camphosulfonic (1-4 divmylbenzene) 

in 33% aqueous solution 6.06% 

- Tri-ethanol amine at 99% L2% 

- expanded microspheres (Expancel EL 23) 0.5% 

- Sterilized demineralized water qsp 100% 

This gel is fresh and soft in application and protects from solar radiation. 
♦ cdminerci^ name KLUCEL G (Hercules) 

EXAMPLE 8 : AFTER SHAVE GEL 

- Acrylic acid /methacrylatie of stearyl copolymer 0.05% 

- Polyethylene glycol 800 2.50% 

- Glycerine 1.50% 
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- Ethanol 38% 

- Allantoin 0.05% 

- Menthol 0.02% 

- Tri-ethanol amine 0.75% 

- Preservative 0.01% 

- Expancel EL 23 (KEMANORD) 0.75% 

- Water qsp 100% 



This gel is fresh, soft and soothing. 

/Die following comparative examples show that the interesting resxilts, which are 
obtained by the addition of hollow expanded microspheres to the aqueous gels, are not 
obtained with other microspheres. 



COMPARATIVE FYAMPT.F No 1 
Gel containing micros pherules of silicone resin 



This gel has the following composition (% weight): 



- Silicone spheres : TOSPEARL 108* (TOSHIBA) 5% 

- Carbopol 954 GOODRICH (Carbomer) 1 ,5% 

- Polyvinylpyrrolidone 1% 

- Polyethylene glycol 8.40% 

- Tri-ethanol amine 2.50% 

- Preservative 0.30% 

- Water 81.30% 



♦TOSPEARL 108 (trademark) : this material, of veiy fine granulometry, is well-known 
for adding softness in the sector of aqueous cosmetics. 

Result: At application, one notices a rapid reduction in the ease of dispersion and a 

sticky and dry effect. The product ends by becoming fluffy when the massage is 
continued. 

Comment: If you prepare a similar formula having 10% Tospearl 108, you will obtain 
an identical result. 



COMPARATIVE EXAMPLE No. 2 
Gel containing microporous spheres of methyl polymethacrylate 
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V Spheres of Micropearl M* (MATSUMOTO) 5% 

; - Carbopor954 (GOODW^ 1.5% 

- Polyvinylpyrrolidone 1% 

- Polyethylene glycol 8.40% 

- Tri-ethanol amine 2.50% 

- Preservative 0.30% 

- Water 81.30% 



* Micropearl M : ultra-fine tnicropprous spherical powder having open cavities, 
dcfveloped especially for cosmetic applications, having a very soft touch to the skin ; size 
= 10/zm. 

Result: - gel having a good appearance 

- sticky at application, 

- very dry effect, 

- fluffy. 

Comment: You obtain the same result using 10% of Micropearl M. 

COMPARATIVF FXAMPT.F Nn. 1 

Gel containing microspherules of silica having a cavity 
SB -700 -Silica beads 



- SB 700* 5% 

- Carbopol 954 GOODRICH (Carbomer) 1 .5% 

- Polyvinylpyrrolidone 1% 

- Polyethylene glycol 8.40% 

- Tri-ethanol amine 2.50% 

^ Preservative....: 0.30% 

- Water... 81.30% 



♦ SB 700 : microporous, hydrophilic powder of mineral origin having a size from 1 to 17 
^m (MAPRECOS). 

Resuh : During and after application, the touch of it to the skin is not pleasant. 

These comparative examples show that you can not, even using other hollow 
microspheres, obtain the cosmetic effects given to aqueous gels by the hollow expanded 
rnicrospheres of thermoplastic material, which have the particularity of adding a good 
deal of softness in application, and comfort. 



V 
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CLAIMS 



1. Cosmetic or dermophannaceutical composition, or a base material for the 
cosmetic or dermbphanna in the form of a modified gel, 
characterized by the fact that if ponsists of holiow, expanded microspheres dispersed in an 
aqueous gel, that the aforementioned hoilow.microspheres are expanded microspheres 
made of Aem material having a specific inasis of 15 to 200 kg/m^, that the 
afprementioned composition or the aforementioned base material contains fi-om 0. 1 to 
)0%-by weigjit of the aforementioned microspheres relative to the total weight of the 
composition or base material, and that the aforementioned composition or the 
aforementioned base material is fi^e of fat. 

2. Composition or base material according to claim 1, characterized by the fact 
that the afprementioned hollow microspheres have average dimensions of the particles 
which can vary ifrorh 5 to 250 ^im, and in specific, fi-om 10 to 150 ^^m. 

3. CpmpositioA or base material according to one of the previous claims, 
characterized by the fact that the aforementioned gel consists of at least one jellifying 
agent in an aqueous liqmd carrier, the aforementipned jellifying agent is selected 
particularly fi*om among hydrosoluble polymers or those giving colloidal solutions in 
water. 

4. Composition pr base material according to the preceding claim, characterized 
by the fact that the aforementioned jellifying agent is selected firom among polymers or 
copolymers of unsaturated carboxylic organic acids or unsaturated esters, derivatives of 
polysaccharide, gums, colloidal silicates, polyethylene glycols (PEG) and their 
derivatives, polyvinyl pyrrplidbnes and their derivatives, and gels of hydrophilic silica. 

5. CompositiPn or base material according to claim 3 or 4, characterized by the 
fact that the aforementioned jellifying agent is selected fi-om among acrylic and/or 
methacrylic polymers or copolymers, carboxyvinyl polymers, acrylates or methacrylates 
of polyglyceryls, derivatives of cellulose or starch, derivatives of chitin, alginates, 
hyaluronic acid and its salts, chondroitin sulfates, gums of xanthane, gellane, Rhamsan, 
karoya or guar, carob flour, and colloidal siUcates of aluminum and magnesium of the 
montmorillonite type. 

6. Composition or base material according to one of the previous claims 3 to 5, 
characterized by the fact that the aforementioned jellifying agent is present in a quantity 
sufBcient to give the aforementioned composition the viscosity desired for the 
aforementioned composition or aforementioned base material. 

7. CPmposition or base material according to the preceding claim, characterized 
by the fact that the aforementioned viscosity can go, for example, fiom 3 to 200 poise (or 
0.3 to 20 Pa.s). 

8. Composition or base material according to one of the previous claims, in the 
form of a creamy gel, characterized by the fact that it contains the hollow, expanded 
microspheres at the ratio of 0. 1; to 2% by weight relative to the total weight of the 
composition, and that the aforementioned microspheres have dimensions fi*om 5 to 50 
pim, and in specific, firom 10 to 30 ^m. 
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9. Composition or base material according to one of the previous claims, 
characterized by the fact that it consists of a face or body care product, a sun gel, an 
after-shave product, a qiake-up product of the make-up base type, blush or eye-shadow, 
or a make-up removal product. 

10. Cosmetic composition according to one of the claims 1 to 7, characterized by 
th6 fact that it contains from 2 to 5 % by weight of aforementioned microspheres relative 
to the tpjtal wei the aforementioned microspheres having dimensions from 10 to 50 
>m, &e aforementioned composition constituting a skin cleansing product in the form of 
a facial mask. 

11. Cosinetic composition according to one of the claims 1 to 7, characterized by 
the fact that it contains from 6.5 to 5 % by weight of hollow microspheres and that the 
aforementioned microspheres have average dimensions of from 80 to 250 ^tm, and m 
particular, 100 to 250 /zm, and the rforementioned composition is a skin cleansing 
product in the form of a scrub for the skin. 

12. Use of hollqw microspheres such as the ones defined in one of the claims 1 , 2, 
8, 10, and 1 1, as additives designed to improve the ease and the softness of the 
application of a cosmetic or dermopharmaceutical aqueous gel free from fat. 

13. Process for cosmetic treatment, characterized by the fact that one applies to 
the skin a cosmetic composition such as that defined in one of the claims 1 to 1 1 . 

I 
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